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DYEING OF 'FABRICS  CONTAINING MIXED FIBERS

(d) Acid dyes which color the wool satisfactorily in a boiling neutral
bath, leaving the cotton white or practically undyed.*

The following is a list of the principal dyes in these different classes:

(A)

Acetylene Blue SB, 6B
Benzo Azurine G
Benzo Brown D3G
Benzo Fast Blue
Benzo Fast Scarlets
Benzo Fast Violet R
Benzo Sky Blue
Bsnzo Violet R
Brilliant Azurine B
Chloramine Orange
Chloramine Yellow
Chlorantine Orange
Chlorantine Yellow
Columbia Blue G and R
Columbia Brown R
Columbia Fast Blue 2G
Columbia Green
Columbia Yellow
Congo Fast Blue HW"
Cupranil Brown B, R
Curcumine S
Diamine Bengal Blue R
Diamine Black BH
Diamine Blue BB, BG
Diamine Bordeaux B
Diamine Brilliant Blue R
Diamine Brown ATC
Diamine Catechine B
Diamine Dark Blue B
Diamine Deep Blue B, R

Dyeing the Cotton Darker than the Wool
Diamine Jet Black CR
Diamine New Blue G, R
Diamine Nitrazol Brown Q
Diamine Orange G
Diamine Pure Blue A
Diamine Sky Blue FF
Diamine Violet N, BB
Dianil Black PR, PG, HW
Dianil Blue G, B, R
Dianil Browns
Dianil Dark Blue R, 3R
Dianil Fast Brown B
Dianil New Black LB
Dianil Orange G
Diazo Black BHN
Direct Blue 2B
Direct Brown V
Direct Rose T
Direct Violet N
Direct Yellow R, T
Heliotrope BB
Mikado Golden Yellow 8G
Mikado Orange G
Mikado Orange GO, 4RO
.   Mikado Yellow
Oxy Diamine Black KW, A, D
Oxy Diamine Blue G, B, R
Oxy Diamine Brown RN
Oxy Diamine Violet B, R, G
Para Diamine Black B
Pluto Black CR, F
Solamine Blue FF
Union Blue Black
. Zambesi Black B and R
Zambesi Brown G and 2G

Diamine Fast Black F
Diamine Fast Blue FFB, G, BN
Diamine Fast Brown G, R
Diamine Fast Scarlet GG, 4BN, 6BS
Diamine Fast Yellow A
Diamine Heliotrope B. G
* All of the substantive cotton dyes when dyed in a bath at temperatures below the
boiling point have a tendency to dye the cotton more than the wool. It appears that
by reducing the temperature their affinity for the wool decreases to such an extent that
even those dyes which in a boiling bath dye the wool more than the cotton, in a cold
bath will leave the wool almost undyed and dye almost exclusively the cotton.
Sometimes, after boiling the dyebath the cotton will not show the required depth of
shade, in which case the steam must be turned off and the goods run in the cooling bath
for some time, or suitable dyes may be added for purposes of shading. In this connec-
tion those substantive dyes mentioned in the list (B) are especially adapted, as they dye
the cotton well in a cold bath.